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The SU(2)xU(l) Chern-Simons spin-charge gauge approach developed earher to describe the 
transport properties of the cuprate superconductors in the "pseudogap" regime, in particular, the 
metal-insulator crossover of the in-plane resistivity, is generalized to the "strange metal" phase at 
higher temperature/doping. The short-range antiferromagnetic order and the gauge field fluctua- 
tions, which were the key ingredients in the theory for the pseudogap phase, also play an important 
role in the present case. The main difference between these two phases is caused by the existence 
of an underlying statistical tt-Aux lattice for charge carriers in the former case, whereas the back- 
ground flux is absent in the latter case. The Fermi surface then changes from small "arcs" in the 
pseudogap to a rather large closed line in the strange metal phase. As a consequence the celebrated 
linear in T dependence of the in-plane and out-of-plane resistivity is explicitly derived. The doping 
concentration and temperature dependence of theoretically calculated in-plane and out-of-plane re- 
sistivity, spin-relaxation rate and AC conductivity are compared with experimental data, showing 
good agreement. 

PACS numbers: 71.10.Hf, 11.15.-q, 71.27.-|-a 



I. INTRODUCTION: THE "STRANGE METAL PHASE" 

In spite of the intensive studies on High Tc superconductors for almost two decades, the phase diagram of this 
fascinating system is still under debatefi^ According to the RVB scenario)^ the temperature-doping concentration 
plane is divided into four regions: The pseudogap (PG), the strange metal (SM), the superconducting (SC) state and 
the Fermi liquid state. An alternative is the quantum critical point (QCP) scenario^ assuming the existence of a QCP 
under the SC dome controlling the behavior of the system in a rather large quantum critical regime. In a sense that 
regime corresponds to the SM phase in the RVB picture, the difference being that the PG phase in the QCP scenario 
has a true long range order, and the boundary between PG and SM phases is a phase transition line, whereas in the 
RVB picture it is a crossover and it coincides with the superconducting transition line at high dopings. There are 
several theoretical as well as "experimental" proposals on the origin of the QCP j'^i^i^i^i^i^i^° 

Recently, we have developed a spin-charge gauge approach to describe the PG phase in cuprate superconductors, 
particularly focusing on the metal-insulator crossover (MIC) phenomenaiiiiiSiiii^ii^ Within a unified framework 
we have calculated the in-plane and out-of-plane resistivity, including the effect of external magnetic field, optical 
conductivity, nuclear magnetic resonance (NMR) relaxation rate and the spectral weight of the electron Green's 
function, finding a good agreement with experimental data. In this approach based on spin-charge decomposition 
applied to the 2D t-J model, the spinon dynamics is described by a nonlinear cr-model with a theoretically derived 
mass gap nis J(5| InJj)^/^, where J is the exchange integral, S the doping concentration. The holon is fermionic 
with "small" Fermi surface {ep ^ tS) (with t as the hopping integral) centered around (±7r/2, ±7r/2) in the Brillouin 
zone and a "Fermi-arc" behavior for the spectral weight. Both holons and spinous are strongly scattered by gauge 
fluctuations. As an effect of these gauge interactions, the spinon mass picks up a dissipative term: nis — > Mt = 
{ml — icT/x)^/"^ , where x ~ is the diamagnetic susceptibility and c a numerical constant. This shift in turn 
introduces a dissipation in the spinon-gauge sector, whose behavior dominates the low energy physics of the system. 
The competition between the mass gap and the dissipation is responsible for the MIC, giving rise to a broad peak in 
the DC conductivity. At low temperatures the antiferromagnetic (AF) correlation length ^ ~ is the determining 
scale of the problem, leading to a insulating behavior, while at higher temperatures, the de Broglie wave length 
At ix/T^Y'^'^ becomes comparable, or even shorter than ^, giving rise to metallic conductivity. 

Since this theory was originalljiiiiii formulated to describe the MIC in the in-plane resistivity pab and related 
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phenomena taking place in the PG "phase", its range of apphcabihty was therefore hmited to underdoped systems 
and low temperatures where the AF correlation length ^ is smaller or of the order of the thermal de Broglie wavelength 
At- In fact, our theory correctly describes the low-temperature insulating behavior and MIC up to the inflection point, 
where the second derivative of p w.r.t. temperature vanishes. However, the "high temperature asymptotics" derived 
from the theory p ^ T^/'^ is not correct. At higher temperatures T ^ T* , the PG temperature, underdoped cuprates 
crossover to a new, SM "phase" . Overdoped cuprates also reach this phase increasing T, but presumably from an 
ordinary Fermi liquid state. The SM phase is metallic in nature with anomalous yet rather simple temperature 
dependence of physical observables such as the celebrated T— linearity of both in-plane and out-of-plane resistivity at 
sufficiently high temperatures. 

Experimentally, the SM phase shares with the PG phase an AF short range order which in our approach originates 
from the gapful spin excitations due to scattering against spin vortices attached to the moving holes. There are strong 
indications, in particular from the angle-resolved photoemission spectroscopy (ARPES) experiments that charge 
degrees of freedom undergo a radical rearrangement near the crossover temperature T*: the excitations far from the 
zone diagonals, i.e., located near (tt, 0) of the Brillouin zone, become gapless and lead to a large closed Fermi surface. 
This means that the density of effective charge carriers has grown from 5, characteristic of the PG phase, to 1 — 5, 
the value expected from the band structure calculations. 

The transport and optical properties in the SM phase were considered earlier by various theoretical treatments, 
including the slave-particle mean field theoryjii the gauge field approachfi2ii2iS£ "nearly AF Fermi liquid" theory^Si 
and the closely related spin-fermion modeli^ In the last approach a special role is assigned to the "hot spots", i.e., 
those points on the Fermi surface, separated by the AF vector (tt, tt) from their counterparts. As a kind of opposite 
limit, the "cold spots" (intersections of Fermi surface with zone diagonals) model was also consideredjSS where these 
"cold spots" are argued to dominate the in-plane and out-of-plane transport properties. However, it is fair to say that 
a complete understanding of the diversified experimental findings in this unusual phase is still lacking. 

In this paper we generalize our spin-charge gauge approach to consider the SM phase, and compare the calculated 
transport properties with experimental data in this regime. The AF short range order and the gauge field fluctuations 
which were the key ingredients in the theory for the PG phase still play an important role here. The main difference, 
however, is the following: In the PG phase near half filling there is an underlying statistical tt-Aux lattice for holons. 
As the doping (or temperature) increases, this 7r-flux lattice is more and more disturbed, and at certain point it 
"melts" . The energetically favorable configuration should then correspond to zero flux, instead of tt-Aux [Assumption 
0). It turns out that our spin-charge gauge approach can be generalized to this case to describe the large Fermi 
surface instead of "Fermi-arcs" . As a consequence the celebrated linear in T dependence of in-plane and out-of-plane 
resistivity is explicitly derived. Since the formalism is similar, we will only sketch the major steps, referring the reader 
to our previous papers Refs. ITllIT^ for more detail. The rest of the paper is organized as follows: the spin-charge 
gauge approach is outlined in Sec. II, while the effects of the gauge field are considered in Sec. III. The comparison 
of theoretical results with experimental data on in-plane and out-of plane resistivity, NMR relaxation rate and AC 
conductivity is presented in Sec. IV with some brief concluding remarks in Sec. V. The proof that one can satisfy 
the Assumption for the free energy minimum is given in the Appendix. 

Readers only interested in the final theoretical results for the SM phase and comparison with experiment can skip 
Sees. II and HI, and go directly to Sec. IV. 

II. SPIN-CHARGE GAUGE APPROACH 

As mentioned above, to discuss the "SM phase" we follow the same strategy as that adopted for the "PG phase" . 
Therefore we outline the ch anges instead of repeating the whole procedure. The discussion however will be sufficiently 
complete that using Refs. Hill as a guide the interested reader will have no difficulty to fill in the missing steps. 
From now on we adopt the lattice constant a = 1. 

We use the 2D t-J model to describe the CuO layers in high Tc cuprates and we treat it in an "improved Mean 
Field Approximation" (MFA) via a gauge theory of spin-charge decomposition, obtained by gauging the global spin 
and charge symmetries of the model by introducing Chern-Simons (C-S) gauge fields. To the fermion c of the gauged 
model we apply the spin-charge decomposition: c ~ Hza, where H is the holon, a charged spinless fermion, and Za 
is the spinon, neutral spin 1/2 boson of a nonlinear a model. To derive the MFA a key step is to find a "reference 
spinon configuration" w.r.t. which one expands the fluctuations described by Zq. Such reference configuration was 
found by optimizing the free energy of holons in a self-consistently fixed holon-dependent spinon background, in a 
kind of Born-Oppenheimer approximation. In Ref. ^3 it has been shown that a lower bound on this free energy can 
be obtained via the optimization of the free energy of a gas of spinless holes with the same density of holons, on a 
square lattice, with n.n. hopping parameter given by <?7<y>. Here f7<ij> is a time-independent complex gauge field 
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related to the C-S charge and spin gauge fields, denoted by B and V, respectively, by 

t/<„> - e-.''<^.> ^(al'l(Pe^.''<^.> ^)al^l)n, (1) 

where P denotes the path-ordering, the Pauli matrix and |i| = if « is a site on the Neel sublattice containing the 
origin and |z| = 1 if i is on the other Neel sublattice. 

At low temperature and small doping concentration, i.e. in the parameter region to be compared with the "PG 
phase" of the cuprates, it has been argued in Ref. [T^ that the optimal configuration of U carries a flux tt per 
plaquette and it has been shown that one can find configurations of B and V reproducing this behavior on average. 
Then neglecting the feedback of holon fiuctuations on B and that of spinon fluctuations on V, the charge C-S gauge 
field B carries flux tt per plaquette and via Hofstadter mechanism converts the spinless holon H into a Dirac fermion 

with a small Fermi surface centered at the four nodes (^±f , if ^ ; the spin C-S gauge field V dresses the holons with 

spin vortices and the spinous in this gas of "slowly moving dressed holons" acquire a mass ~ J-\/|i51n(S|. The 
concentration dependence of the AF correlation length ^ ~ derived from the theory for low dopings is consistent 
with what was determined from the neutron experimentsi^ 

Dirac holons and massive spinous are coupled by a U{1) slave-particle gauge field A, called h/s in Ref. ^3- The low 
energy effective action for A is obtained upon integration of the matter fields and since holons have a non-vanishing 
density at the Fermi surface, it exhibits a Reizer singularity^^ dominating at large scales: for small q,LLj,LLj/\q\ 



{A' A' )iLo,q) ^ (xkr + WkD-S (2) 

where x ~ is the diamagnetic susceptibility and k ^ S the Landau damping. In turn the Reizer singularity 
produces a shift in the mass of spinous iris —i-M= {ml — icT/xy^^, as the leading effect^^, where c '-^ 0(1) is a 
positive constant, thus producing a dissipation, linear in T at low temperatures. The competition between the two 
energy scales and T/x, related to the spinon gap and dissipation is the root in the spin-charge gauge approach of 
many crossover phenomena peculiar to the transport properties of the "PG phase" . 

In our approach, the increase in the density of state at the Fermi energy ep as we move from the PG to the SM 
"phase" reflects a change in the holon dispersion relation. The tt— flux statistical fleld that minimizes the ground 
state energy near half flUing was responsible for the small Fermi surface in the PG phase. Since the SM is metallic 
in nature, we expect that in this phase there are no statistical magnetic fields to frustrate the charge motion and 
therefore we make the following 

Assumption 0: In the optimal configuration (for the range of parameters corresponding to the SM phase) the flux per 
plaquette carried by U is 0, i.e. 

arg([/ap) = 0. (3) 

In favor of this assumption we can offer the following argument: It has been rigorously proved by Lieb2^ that at 
half filling the optimal configuration for a magnetic field on a square lattice is translationally invariant, with flux tt 
for each plaquette at arbitrary high temperature. On the other hand, it is well known that at low density and high 
temperature the optimal configuration has zero flux per plaquette. At zero temperature it has been proved that the 
ground state energy has a minimum corresponding to one fiux quantum per spinless fermion. Numerical simulations 
suggest that increasing the temperature gives rise to a competition between these minima and at high temperatures 
only the zero flux and 7r-flux conflgurations surviveiS^ Therefore one can argue that at sufficiently high doping and 
temperature Assumption is satisfied. By analyticity it is then reasonable to assume it holds in the entire SM phase 
except near the crossover boundaries to other "phases". Taking Assumption for granted, we show explicitly in the 
Appendix that (under the same approximation as used for the PG phase) one can find a gauge field configuration 
that satisfies it on average, so that our spinon field Za will describe the fluctuations around it. The outcome of this 
optimization is that in the SM phase the fiux carried by the charge gauge field responsible for the statistical flux in 
the PG phase is cancelled by the fiux carried by the spin gauge field on average. 

The flux change does not affect the spinon action, therefore it is formally identical to that considered for the PG 
case, thus leading to the same low energy effective actionSS 



S = I d'^x- 
9 



\{do - lAo) z^f + \id^ - lA^) z^\^ + mlz*^z^ , (4) 



where g ~ J~^, ^ J ,x — (u^x", x), A — {vsAq., A). This implies that in our approach the AF short range order is 
characteristic of both PG and SM phases; however we will see that in the SM phase it is less effective. The action 
derived above is for T = and it can be argued to be correct only for temperature smaller than the mass gap; one 



4 



can improve the situation by approximately taking into account finite temperature correction by including in the 
action the spinon thermal mass term found in the renormalized classical region of the model^ with thermal mass 
rriT {2t: ps /, J)e~^'^ P" ^"^ , where ps is the renormalized spin stiffness. If we adopt for 2'Kps the value (150 meV) used 
in fitting the inverse magnetic correlation length of underdoped samples of LSCO in Ref. .30ij the order of magnitude 
and the qualitative temperature and doping dependence of the experimental data are reproduced using the above 
derived formula TOs(T) = (m^ + rri^y^^. The renormalized classical formula holds only for T « 2'Kps and it has 
been argued to be correct up to roughly 500 K and this yields an upper limit of validity of the above treatment. 

We now turn to holons. The change of statistical flux does affect deeply the holon motion. Since we would like to 
find eventually the continuum low-energy action, we expand the holon action in powers of the lattice constant keeping 
the leading order, and the result rewritten in the lattice form isi^ 



Sh{H,H\A) = j d? 



<ij> 



A 



+ h.c.) 



<ij> 



(5) 



where p is the chemical potential, denotes the slave-particle self-generated h/s gauge field as in the PG phase. 
Neglecting gauge fluctuations, the dispersion relation for holons has changed from the tt— flux phase spectrum e^'^(p) — 
i:2t^ycos'^{px) + cos^ (py) restricted to the magnetic Brillouin zone to the more conventional tight binding spectrum 
{p) = 2t{cofi{px) + cofi{py)) defined in the entire Brillouin zone. Obviuosly, the bottom of the holon band is located 
at the corners of the Brillouin zone. To write a continuum limit for the holon action, as a crude approximation we 
first substitute the Fermi surface with a circle having the same volume and then make a particle/hole conjugation 
Hi — !■ E* . Due to this approximation (and neglecting from beginning the n.n.n. hopping) all features depending on 
the detailed structure of the Fermi surface are clearly lost. The tight binding action defined on the square lattice 
is then replaced by a continuum action describing free particles (e^ = k'^ /2m*) with an effective chemical potential 
Ei? ~ 4t(l — (5), where — 4t corresponds to the bottom of the tight binding band, assuming that the field E has a 
well-defined continuum limit. By "abuse" of language, we still call E holon field. The continuum low energy action 
for E is given by: 



SiE) 



E*{x°,x){idQ -ep-Ao 



1 



2m" 



■{W -iAf)E{x°,x) 



(6) 



Since spinous are massive and the charge carriers (holons in the above sense) described by E are gapless with a 
finite Fermi surface, the low-energy effective action for A exhibit a Reizer behaviour as in the PG phase. Using the 
above simplified action, the Landau damping and diamagnetic susceptibility can be easily evaluated and have a weak 
dependence on the doping concentration in the relevant range S < 0.3. First note that vp ~ 2t is doping independent, 
fci? oc (1 — S) and therefore m* = kp/vp = (1 — S)/2t. The parameters entering the Reizer propagator (j^l are then 
given by 



0(1-6), 



(7) 



X^1/12W^^-^, (8) 

assuming that the holons give the dominating contribution (certainly true for sufficiently high 6) to x- 

The main difference w.r.t. the PG estimatesi^ is that 5 is now replaced by (1 — 5) so that, roughly speaking, both 
quantities vary by a factor of the order 5 — 10. 

The decrease of the diamagnetic susceptibility implies that the thermal de Broglie wavelength for holons is shorter 
w.r.t. the PG analogue and therefore the spin-gap effects (^^ < A|,) are less effective, being confined to very low 
temperatures. As a result, gauge fiuctuations in the spinon sector strengthen and dominate over the spin gap at 
all temperatures down to T* for the underdoped samples, thus determining the thermal behavior of many physical 
properties. In particular we shall recover some of the distinctive features of the SM, namely the T— linearity of 
in-plane, out-of-plane resistivities and spin lattice relaxation time (TiT)^'^ up to several hundreds Kelvin. 

The low energy effective action obtained in our approach bears some resemblance with the one derived in the slave 
boson approachfi^ with however two basic differences: the statistics of holon and spinon is interchanged and the bosons 
in our spin-charge gauge approach are massive, due to the coupling to spin vortices absent in the slave boson approach, 
and "relativistic" due to AF short range order; in the slave boson approach, instead, the y a re non-relativistic and 
gapless. In a sense our effective action is closer to the slave fermion ansatz outlined in Ref. Il9l although the starting 
point is quite different. 
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III. GAUGE FIELD EFFECTS 



In this Section we summarize the physical consequences of the gauge field fluctuations, expressed in terms of spin 
and electron Green's functions. 

The h/ s gauge field A renormalizes the massive spinous in a nontrivial way. The expression obtained for the dressed 
magnon (or spin-wave) correlator by summing up the gauge fluctuations via an eikonal approximation obtained for 
the PG phase applies here as well: 



(^(^)-^(0))- (^o)2_|,.p ^ (9) 

provided the new estimates for k and x S'l'e used. The functions / and g contain the information on major effects 
due to the interaction with the gauge field and their explicit expression can be found in Ref. Qq — (kT/x)^^^ is 
a momentum cutoff and Qq^ can be identified as the length scale of gauge fluctuations, analogous to the anomalous 

skin depth. It is important to note that, w.r.t. the PG estimate, the new momentum scale Qo ~ ''^^^^ (^l^)^^"^ 
is almost doping independent and is roughly bigger by a factor {S)~^^^ . If one integrates over \x\ in the range 
T^^ >> x'^ >> \x\ and makes use of the definition of Qo for the SM phase, the contribution of the complex saddle 
point that dominated the integral in the PG phase turns out to be small compared with the contribution coming from 
fluctuations around the coordinate origin, in the region |x|(5o ^ Ij for T or S sufficiently large. Expanding / and g to 
leading order around the origin one derives: 

(^nix) ■ m) ^e-^™-°+^^^^%-^^^^^°^^. (10) 
The integration over |a;| is then simply Gaussian; defining 



T 



„o 



Xrris 24 



x'' (11) 



and assuming |a| ^ Qq, we are allowed to remove the cut-off (the small real convergence factor needed can be supplied 
by the neglected higher order terms) obtaining (in the Fourier transformed representation for the space coordinates): 

(f1.f1)(a;°,<f=0)^^e-'^"=^"-^^^"^^°^" / e-l^-^f Mix I ^ ^ . (12) 



The real part of the exponent in 1)12(1 is monotonically decreasing in a;°, therefore we estimate the x'^ integral by 
principal part evaluation. Since our approach is valid only at large scales, we introduce an UV cutoff in the integral 
at XQq^ and evaluate the integration assuming A large. Then we make the tentative conjecture that for small iv the 
physics is dominated by large scales and the small-scale contribution can be taken into account phenomenologically 
by a suitably chosen rescaling of A (it cannot be sent to as in the PG phase, because here for A=0 the exponent 
loses its convergence factor). The result of this approximation is: 

{n ■ m-,<i- o)|_„ ™' ^ ^. ^ . . (13) 

This result appears physically reasonable if the exponent in (|13|l is slowly varying and is of the order 1; this puts 
limits, a priori on the validity of the above conjecture given by: 

T > {2ms\fx/K^XhiS\\nS\)^/'^, 

T < 2xmi/ig{0)X^)^X-hS\lnS\. (14) 

A posteriori, self-consistently A ~ 0(1) (from fitting A « 0.7), and (|14|) selects a range roughly between few tens and 
few hundreds Kelvin (« 200 — 500 for S « 0.04 — 0.15; for higher dopings the upper limit of the temperature-dependent 
mass treatment>Sft « 500i4r applies). In the parameter range (|14() . equation (|13() can be interpreted as follows: the 
gauge fluctuations couple the spinon-antispinon pair into an overdamped magnon resonance with mass gap 



ma = 2ms, 



(15) 
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inverse life-time 

T 



■5(0)QoA, (16) 



and T-dependent wave-function renormalization factor Zq ^ x^aQo ^ ^.j^jg respect, the situation here is quahtatively 
similar to that appearing in the PG phase, but with different T and 6 dependence of the parameters. Notice that 
typically in the SM phase mn << , whereas in the PG phase (mn)pG >> (tq^)pg; that is to say, AF effect is 
more pronounced in the PG phase than in the SM phase. 

The Green's function G for the 2D electron is given in real space by the product of the holon and the spinon 
propagators, averaged over gauge fluctuations. We are interested here in the quasi-particle pole, in particular in the 
temperature and doping dependence of the wave function renormalization constant Z and the damping rate F defined 
via a representation of the retarded electron correlation functions for small cu and momentum kp on the Fermi surface 
as 

G^(c.,M^^-. (17) 

UJ + IL 

To compute it we apply the dimensional reduction to the holon propagator by means of the tomographic decomposition 
introduced by Luther- Haldanei^ Following the procedure described in Ref. ilJi we find within the range (|14|l : 

, On , 1 , m„K , 1 

Z^Xi{^)H-^)-^. (18) 

Comparing it with the result in Ref. ll4lone finds that the anisotropic weight present in the PG phase has disappeared. 
As this corresponds to a restoration of the full Fermi surface, this suggests again that the above results apply only away 
from the boundary of the PG/SM crossover in a parameter region where ALL effects due to PG have disappeared. 
The electron damping rate F at the Fermi surface is: 

We see that F is inversely proportional to the doping concentration. This is qualitatively consistent with what was 
found from the ARPES experiments, namely the quasi-particle peak gets sharper with increasing doping^ 

IV. COMPARISON WITH EXPERIMENTS 
A. In-plane Resistivity 

The in-plane resistivity is one of the most studied properties of the High Tc cuprates. There is a narrow range of 
dopings characterizing optimal/slightly overdoped samples where the in-plane resistivity appear linear in T from Tc 
up to several hundreds Kelvin. In underdoped samples, it deviates from the linear dependence at low temperatures, 
first acquiring a sublinear behavior and then crossing an inflection point (which we take as the definition of the PG 
temperature T*), with the temperature dependence becoming almost quadratic. Finally, for strongly underdoped 
samples it reaches a minimum corresponding to the MIC whose origin was discussed at length in Ref. Q. In 
overdoped samples above a critical doping concentration, one observes again deviation from linearity at low T, but 
there the behavior at low temperature is superlinear, eventually at high doping reaching a Fermi liquid behavior ~ T^. 
With increasing doping, one finds the temperature of deviation from linearity lowering in the underdoped region and 
increasing in the overdoped region. This has been taken as one of the experimental facts in favor of the existence of 
a QCP at 5 ~ 0.19 in Ref. E^. 

To calculate the in-plane resistivity we apply the loffc-Larkin rule^ 

p = Ps+Ph- (20) 
Using the Kubo formula to calculate the spinon contribution to conductivity, within the range l|14|) one finds 

,..2AQ-(r + „.^/r).-^,<,(0)A» + J^||j^ (21) 
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In the high temperature hmit Qq ^ m^, the damping rate in 1)21(1 dominates over the spin gap 2ms and the spinon 
contribution to resistivity is hnear in T, with a slope a = g{0)X'^ / (xm^) — (1 — <5)/(<5| ln(5|). A Unear in T behavior 
is also obtained in the gauge field theory of Nagaosa and Lcc^^ for the uniform RVB state with a very similar slope 
urvb — l/<5. Lowering the temperature, the second term in H21|) gives rise first to a superlinear behavior and then, 
at the margin of validity (|14|l of our approach, an unphysical upturn. The deviation from linearity is due to the spin 
gap effects and is cutoff in the underdoped samples by the crossover to the PG phase. We expect that physically in 
the overdoped samples it is cutoff by a crossover to a Fermi liquid "phase" . 

We now turn to holon contributions. It is known since Nagaosa and Leep§ that for a 2D Fermi gas scattering 
against a U(l) gauge field with Reizer-like singularity, the scattering time at the Fermi surface is proportional to 
ji-4/3_ xhis power law follows simply from the scaling analysis and does not depend on the detail of the dispersion 
relations. The contribution from our gas of spinlcss holons is of the form 

PH-(^+eA-f"], (22) 

where we also added the contribution of the impurity scattering via the Matthiessen rule. Compared with ((21(1 . it gives 
a subleading contribution. This could explain, as for the PG phase, the insensitivity of the resistivity to the presence 
of non-magnetic impurities which affect only ph- The above results reproduce qualitatively the T— linearity of the in- 
plane resistivity in the SM phase , including the decrease of the slope upon doping increase and the superlinear behavior 
at low T for overdoped samples. One can use the deviation from linearity appearing in the overdoped samples to fix 
the phenomenological parameter A at some doping by computing the scale independent quantity {p{T) — ph{0))/a 
and comparing it with experimental data. The result is self-consistently determined as A of the order 1, and more 
precisely, using LSGO data ( for 5 = 0.30^^) one finds A « 0.7 as quoted above. The temperature dependence of 
the spinon mass yields a bending at high temperature, stronger for lower dopings, as visible in the resistivity data at 
constant volume for LSG0j2^ this effect is masked in the resistivity data at constant pressure by thermal expansion. 

In Fig. n we plot the in-plane resistivity given by Eq. I(21() versus temperature for different dopings. Except for an 
overall scale, once A is fixed, there are no additional free parameters for other doping concentrations in Eg. ((21(1 and 
the agreement with experiments is reasonably good. 

We should mention that the linear temperature dependence of the in-plane resistivity is also reproduced in a number 
of theoretical studies, including the "marginal Fermi liquid" theoryj'^^j the "hot spots" j^iSi as well as "cold spots"— 
approaches, although the mechanism leading to the linear dependence varies from case to case, and is also somewhat 
different from our consideration. We should also mention that since we ignore all details of the Fermi surface, some 
properties, like the Hall effect, strongly depending on these details, cannot be treated properly at this stage in our 
approach. This requires further studies. 



B. Spin-Lattice Relaxation Rate 



From the experimental point of view, one of the hallmarks of the SM phase is the unusually simple law for the 
spin-lattice relaxation rate at the Cu-sites: 

111 uj^O^ — ' to 1 

g 

where F is the hyperfine formfactor peaked around the AF wave vector Qaf- While in optimally doped samples the 
above proportionality relation is valid over a wide range of temperatures above Tc, in overdoped samples (^^hp)^^ sat- 
urates to a constant (i.e. T— independent) value at low temperatures, suggesting a possible crossover to a Fermi liquid 
phase. Using the expression 1(10(1 for the magnon correlator one obtains a factorized form for the spin susceptibility: 
Xs(w, q) ~ xi^j Q = ^)^{'t) with J d^qE.{q) = 1, a feature present also in the PG phase and that has been claimed to 
be in agreement with experimental data— 

Then in our computation we are left with the following integral: 

Up to the factor (1 — 5)"^, the above integral is equal to the spinon contribution to the conductivity. 

Therefore, in the high temperature limit we recover the linear in T behavior for (TiT)^^ k, T/((l — 5)'^x'^1)^ while 
at high dopings and low temperatures the superlinear deviation, also found experimentally in overdoped samples 
of LSCO.'^* Furthermore, the factor (1 — (5)~^ weakens the doping dependence of the slope as compared with the 
resistivity curves, in agreement with the experimental data. In Fig. El we plot 1/Tf'^ extracted from Eg. 1(24(1 versus 
temperature for different dopings. 
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C. Out-of-plane Resistivity 

Conductivity along the c-axis in cuprates appears as mainly due to the interlayer tunneling process. Since there 
is no measurable Fermi velocity along this axis because of very small (effective^) hopping integral tc, we can use 
Kumar- Jayannavar (K-J) approach to calculate Pc{T). According to these authors^^ the out-of-plane motion in 
cuprates is incoherent and governed by the strong in-plane scattering via the quantum blocking effect. At high 
temperatures T ^ the interlayer tunnelling rate is reduced by the in-plane scattering. Under these assumptions, 
Pc{T) is controlled by the second term in the K-J formula: 

P^--(f + ^)- (25) 



In the SM phase, substituting F and Z with the corresponding estimates (|19|l and (|18|l in (|25|l . we recover the 
T— linearity in the "incoherent regime" F 3> tcZ: 

J' kr T T 

tl msi^{eF)K2xml ~ ((5| ln(5|)3/2 ^ ' 

decreasing faster than pab{T)lT upon doping increase. 

The out-of-plane resistivity was also calculated in a number of theoretical studies, including the gauge field 
approach^ and "cold spots" modeli^ As far as we understand, the correct temperature dependence in the SM 
phase could not be reproduced there. 

Equation H25|) would predict a minimum in pc at low T, unless it is cutoff by a crossover to a new "phase" . Hence, 
in the spin-charge gauge approach pc might exhibit a MIC for three different reasons, each one with its own T and 
5 dependence: 1) a K-J minimum in the PG phase; 2) a minimum due to a crossover from an insulating regime in 
the PG phase to a metallic regime in the SM phase; 3) a K-J minimum in the SM phase. Most of the MIC in pc 
exhibited in the experimental data appear to correspond to the second case; thus the minimum roughly corresponds 
to the deviation from linearity. The first case is usually cutoff by the crossover to the SM phase. Perhaps an example 
of the third case is the minimum found in BSCO at 5 « 0.22£'^2 suppressing superconductivity with a magnetic field, 
as the minimum there is lower than the deviation from linearity. However, the parameter region where this minimum 
has been found is close to the boundary of the SM phase, so one could expect corrections to our formulas that has to 
be investigated. In Fig. Owe plot pc extracted from Ea. H25|l versus temperature for different doping concentrations 
and a fixed value of the relative coefficient of the metallic versus insulating term, r ^ J^/{t'^Xi) (with Ai as given in 
Ea. (|18|l ') and compare the result with data in LSCOi^ 

Unfortunately, we don't have a reliable method to estimate the (extrapolated) T ~ intercept of Pc{T) which is 
large when compared with the corresponding intercept for a6— plane resistivity, and it is also difficult to fix precisely 
using experimental data the relative coefficient r, so we cannot extract safely the anisotropy ratio pc{T) / pab{T) . 
However, let us notice that if the minimum in pc is at higher temperature than the (unphysical) minimum in pab, 
then one can derive the fast decrease of the anisotropy ratio at low temperature found experimentally^ see Fig01 

Finally let us propose a simple qualitative explanation of the linear T-behavior of both in-plane and out-of-plane 
resistivity in the "interior"" of the SM phase in terms of "effectiveness" in the momentum space, somewhat analogous 
to the "effectiveness" appearing, in the coordinate space, in the treatment of anomalous skin effect (see e.g. Ref. |44t) . 

4 

In our approach the electron resonance life-time was found to be Tg , so that from the Boltzmann transport 

formula naively one expects to find a conductivity ctq ~ . However the gauge field is able to combine spinon and 
holon into a resonance only in a range of momenta of the order of the anomalous skin momentum Qo ~ , so only a 
fraction of electrons Qo/pf should contribute or be "effective" for conductivity, so that a ^ aoQo ^ T~^T^ — T~^. 



D. AC conductivity 

A key feature of AC conductivity in the SM phase is a high frequency tail ~ w""'^, found already in earlier exper- 
iments. However recently it has been observed (in LSCO^ and BSCO^) that it is related to an asymmetric peak 
structure in overdoped samples centered at a finite frequency, increasing with doping, shifting to higher frequency 
and symmetrizing when the temperature increases beyond the peak frequency at low T. All these features are qual- 
itatively reproduced in our spin-charge gauge approach. As explained in Ref. Hsl to compute the AC conductivity 
one first evaluates the thermal gauge propagator with UV cutoff in the w-integration given by A =max(r, £7), where 
VL is the external frequency and as usual the thermal function cothcj/T is approximated by T/w and signw in the two 
limits D. « T,T << Q, respectively. It turns out that up to the logarithmic accuracy one can pass from the first to 
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the second limit by replacing T with Q, in Qq and V ( we denote the obtained quantities by Qn,Yn) and rescaling 
the / and g functions resulting from the gauge field integration, by a positive multiplicative factor A < 1/2. It is 
straightforward then to derive the leading spinon contribution to the AC conductivity at finite T in the two limits. 
For << T we have 

while for T << 

^ i{n - 2ms) + Aro ^ i[n-2ms)n-y^ + n- ^^^^ 

From the above formulas the features discussed at the beginning of this subsection are easily derived: the tail ~ Vl^^ 
is evident and the effect of replacing Qo by Qn is to asymmetrize the peak at 2ms appearing in Re(T(r2, T) for 17 << T 
and to shift it towards lower frequency. The optical conductivity was discussed in a number of theoretical studies, 
including the spin-fermion approach^ "nearly AF Fermi liquid" thcory^^ and "cold spots" model. To the best of our 
knowledge, the above considered features were not addressed earlier. In Fig.|5lwe plot the AC conductivity in the two 
regimes considered above at fixed doping. Inclusion of the contribution of holons via loffe-Larkin rule does not change 
the qualitative features, but enhances the finite temperature curves, improving the agreement with experiments. 

Two remarks are in order. First, our formulas do not apply for A close to zero, where we expect a transition to a 
different "phase" as discussed above. Second, one can prove that the peak seen in the SM phase is replaced in the 
PG phase by a broad maximum (moving to lower frequency as doping increases), due to the "relativistic" structure 
of the spinon peculiar to that phase, as discussed in Ref. 
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V. CONCLUDING REMARKS 

To conclude we have shown that the spin-charge gauge approach originally proposed to describe the PG phase of 
the cuprate superconductors, in particular, the MIC in the underdoped cuprates can be generalized to the SM phase 
as well. The common features are the interplay of the AF short range order and the gauge field fluctuations, which 
leads to magnon and electron resonances, while the difference is the presence of a statistical 7r-flux lattice for holons 
in the PG phase responsible for the small "Fermi-arcs" and its absence in the SM phase. As the doping/temperature 
increases the MIC is taking place, and then the flux lattice "melts" . It is interesting to observe that the extrapolations 
from the PG and SM regions more or less match each other in the crossover area. In some sense the PG treatment 
is doing a "better job" , producing the MIC and sublinear temperature dependence for the in-plane resistivity, up to 
the inflection point T* as the margin of the PG phase. It is true that the "high temperature asymptotics" ~ T^/'^ 
derived in the PG phase does not correspond to experiment, but that has been corrected by the SM consideration 
and the disappearance of the "Fermi-arcs" feature allows to recover the celebrated linear in T dependence. This 
dependence in our approach can be interpreted as due to the combined effect of an electron life time ~ T~'s due to 
gauge interactions triggered by Reizer singularity, and the "effective" slab in momentum space where the electron 
resonance forms ^ Qq ^ , with Qq as the anomalous skin momenta again associated with the Reizer singularity. 

In our view there seems to be a crossover line between the 'insulating' and 'metallic' regions at any finite temperature. 
Probably, this crossover becomes a quantum phase transition at zero temperature between the AF short-range ordered 
state and Fermi liquid state, although the transition point seems not being able to control the behavior of the system 
over a large region, because of the appearance of new scales (AF correlation length) nearby. This scenario seems 
consistent with the picture extracted from the /iSR measurements in the SC state^i The phase diagram that our 
approach suggests is in a sense intermediate between the RVB and the QCP picture, sharing with the first scenario 
the nature of crossover for the border between the PG and SM phases at finite T, while with the second scenario the 
existence of a true phase transition at T = 0. 

APPENDIX 

In this Appendix, using Ref. ^3 as a guideline, we show how to satisfy on average the Assumption 0. We split the 
integration over V into an integration over a field V^^*^-*, satisfying the Coulomb condition: 

Qf^yic) ^ 0, (A.l) 
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and its gauge transformations expressed in terms of an SU {2)-valued scalar field g , i.e., Va = g^Va g + g^dag, a = 
0,1,2. 

Integrating over the time component of the C-S gauge fields one finds: 

B,, = B^ + SB^, 5B^{x) = \Y. H*Hjd^a.rg {x - j), (A.2) 

j 

where B^ gives rise to a tt-Aux phase, i.e., e^ov^ = — l for every plaquette p and 

K"^ - E(l - H*H^){a\i\g]^g,a\^\Ud,^rg {x - j>a, (A.3) 
i 

where aa, a = x,y, z are the Pauli matrices. It is not difficult to see that the statistical field T^''^^ defined in ljA.3|) does 
not carry flux tt per plaquette, so that strictly speaking the constraint arg(L'ap) = cannot be satisfled. However, it 
is sufficient for our purposes that whenever a hole make a closed loop on the lattice, it acquires a trivial phase factor 
(27rn). 

At the lattice level, the particle can either stay at rest at a given site or jump to a nearest neighbor. 

Without loss of generality, we consider a holon going around a given plaquette p counterclockwise. 

Now assume that the particle hops from site i to site j. Let uj_ denote the set of trajectories of holons in a first- 
quantization path representation. In such formalism the trajectories are left continuous in time, i e. one should think 
of the holon in the link located at the end of the jump. It is shown in Ref ^3 that for the optimal configuration, 
independently of 6, 

where the SU(2) variables gi,gj have the structure: 

= e*^"^% i(^LJ (A.5) 



(jj = i((T • rij), rij = (cos sin , 0), j & itl (A. 6) 

with 9j and (pj so far arbitrary angles. 

These degrees of freedom will be fixed in order to cancel the tt— magnetic flux per plaquette generated by B. We 
need to impose: 

n (4^l5l5,^l^■|)^^=e'^ (A.7) 

<ij>SOp 

Writing out explicitly the left-hand side of C lA.Tp . we find 

gi(ei+02)g-i(e2+04)g»(e4+03)g-i(e4+0i) (-^ g-j 

which is satisfied by the choice (pj ~ f (—!)'■'' irrespective of the 9j phases, provided the latter contributes with a 
trivial phase factor. 

Using this gauge freedom we can be even more demanding, by requiring that the field B is exactly cancelled link 
by link. For instance, imposing 




we cancel the distribution of phase factors for B chosen in Ref 0. This proves that choosing the SU(2) gauge field as 
described above, the Assumption is satisfied. 
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FIG. 1: Calculated in-plane resistivity as a function of temperature for different hole concentrations. Below the pseudo-gap 
temperature T* , the curve is shown in dashed line. The resistivity scale is fixed by comparison with experimental data for 
5 = 0.15 at 400 K. Inset: In-plane resisitivity versus T measured in LSCO crystals with different Sr content x, taken from the 
work of Takenaka et ai, Ref. 
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FIG. 2: Calculated temperature dependence of the spin-lattice relaxation rate 1/Ti for different doping concentrations. Inset: 
spin-lattice relaxation rate measured in LSCO samples with different Sr content x, taken from the work of Fujiyama et at, Ref. 
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FIG. 3: Calculated out-of-plane resistivity as a function of temperature for different hole concentrations. Below the pseudo-gap 
temperature T* , the curve is shown in dashed line. Inset: In-plane resistivity versus T measured in LSCO crystals with different 
Sr content x, taken from the work of Nakamura et ai, Ref. |43 
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FIG. 4: Calculated resistivity anisotropy ratio as a function of temperature for fixed hole density S — 0.2. Inset: resistivity 
anisotropy ratio measured for a LSCO sample with Sr content x = 0.20, taken from the work of Nakamura et al, Ref. 14^ 
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FIG. 5: Calculated AC conductivity as a function of frequency for fixed hole density 5 = 0.184 and different temperatures. 
Inset: AC conductivity versus frequency measured for a LSCO sample with x = 0.184 at different temperatures, taken from 
the work of Startseva et ai, Ref. ErL 



